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AMENDMENTS TO THE CLAIMS 

This listing of claims will replace all prior versions, and listings, of claims 
in the application: 

Claims 1-101 (canceled) 

Claim 102 (currently amended): The An optical phase change tape , comprising, in this order: ef 
claim 101 , 

a substrate comprising a polyaramid material; 

a first heat absorbing layer comprising zinc sulfide and silicon oxide; 

an optical recording layer comprising germanium, antimony, and tellurium; and 

a second heat absorbing layer comprising zinc sulfide and silicon oxide, 

wherein the optical recording layer is GeiSbiTeu. 

Claim 103 (currently amended): The optical phase change tape of claim J_02 [[101]], wherein the 
optical recording layer is about 20 nanometers thick. 

Claim 104 (currently amended): The optical phase change tape of claim 102 [[101]], wherein the 
substrate is about 4.4 microns thick. 

Claim 105 (currently amended): The optical phase change tape of claim J_02 [[101]], further 
comprising a reflective layer disposed between the substrate and the first heat absorbing layer, 
wherein the reflective layer is about 40 nanometers thick. 

Claim 106 (currently amended): The optical phase change tape of claim 102 [[101]], wherein the 
first heat absorbing layer is about 20 nanometers thick. 

Claim 107 (currently amended): The optical phase change tape of claim 102 [[101]], wherein the 
second heat absorbing layer is about 80 nanometers thick. 
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Claim 108 (currently amended): The optical phase change tape of claim J_02 [[101]] s wherein the 
magn e to [ [-] ] opti cal recording layer is about 80 nanometers thick. 

Claim 109 (currently amended): The optical phase change tape of claim 102 [[101]], wherein the 
substrate is about 5.2 microns thick. 

Claim 1 10 (currently amended): The optical phase change tape of claim 102 [[101]], wherein the 
substrate comprises a polyethylene naphthalate material. 

Claim 1 1 1 (currently amended): The An optical phase change tape , comprising, in this order: of 
claim 101, 

a substrate comprising a polyaramid material; 

a first heat absorbing layer comprising zinc sulfide and silicon oxide; 

an optical recording layer comprising germanium, antimony, and tellurium; and 

a second heat absorbing layer comprising zinc sulfide and silicon oxide, 

wherein the optical recording layer is GeiSbiTe2.3. 

Claim 1 12 (currently amended): The optical phase change tape of claim 1 1 1 [[101]], wherein the 
optical recording layer is a bout 50 nanometers thick, layer of Ge+Sb+Te^T 

Claim 1 13 (currently amended): The optical phase change tape of claim JJJ_ [[101]], further 
comprising a reflective layer disposed between the substrate and the first heat absorbing layer 
wher e in th e r e flectiv e lay e r compris e s titanium . 

Claim 1 14 (currently amended): The optical phase change tape of claim 1 13, 
wherein the reflective layer furth e r comprises aluminum and titanium . 

Claims 115-123 (canceled) 
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